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© Non-pollution sealant compound. 

n?ivm!r'hf d here Vff on e- component sealant compound being based on a silicone - modified polyether 

K?d S 22? r ySHyl fUnCti ° nal 9r ° UPS °" 6ndS ° f 3 PO'yproylene oxide main chain which is 

blended with a plasticizer, a filler, an adhesive additive agent and a curing catalyst, as well as a meta'acrvlic 

me7h PC ; nent t H PreP r ed k V diSS °' Vin9 3 C0P ° lymer ° f tW ° ° r three 0f «*y' Propyl aery ate buTyf aery e 

bv dis IS 8 S , bUty ' m h ethaCry ' ate and ' aUryl metha -vlate in a soivent and an amine component prepared 
J"" 40 to 100 n ?; m P r ary T °; SeC ° ndary mon ° ami ™ « diamine having a melting point 

surfarJ nf th ? ♦ * ' ^ meta/acr V iic component and the amine component migrate to the 

the sulci L I " 3 CUrm9 Pr0C6SS 3t 3 hi9her SpeSd than the P' asticizer to form a carrier film layer on 
the surface, thereby preventing the same from surface pollution. 
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BACKGROUND OF THE INVENTION 
Field of the Invention 
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5 The present invention relates to a one - component sealant compound based on a silicone - modified 

A S6a,ant ? fM,ed UP " 3 jUnCti ° n ° r C,6aranCe (herelnafter 9enerfcaTreTerred I to as 

;o Description of the Background Art 

'" general one -component sealants are based on silicone, urethane, polysulfide silicone - modified 
polyether and the hke. The present invention is directed to a one -component sealant which I based on a 

,s SET T ♦ ' yeth8r - baSe P °' ymer ther60f iS an ° r9aniC P 01 ^- havi "° organos loxane which 
>s reacts with mo.sture contamed in the air at the ordinary temperature to be cured to form a rubber -I ke 
substance s.nce the same has hydrolytic silicon functional groups on its ends 

r 0 J n p enera '; , a one -component sealant which is based on silicone or urethane or polysulfide has a 
re.at.vey small leav.ng tack on its surface. Such a leaving tack on the surface of a one - component sealant 
a, WhT " CaUS6d bV b ' eedin9 ° f ' iqUid com P- e ^- Particularly a p.asticizer. coJLiTSF^^ 
*> Wh.le a one -component sealant which is based on a silicone - modified polyether has a reL«ve7 laroe 
leavmg tack on ,ts surface. In the case of a one -component sealant based on a sLone-^dSd 
polyether. ,t ,s supposed that such a .eaving tack also results from specificity (hereinafte ^referred to as 

^ a 7 P Z: r base po,ymer) based on irre9u,arity in the - ° f ~ coLi:z n :;z e T c i7n 

?5 sealant S sm° c n e e ;,I° dif i ed ^TT * n ° W bein9 expe,led from the ™ • Pollution type 

th eaV ' n9 Ck ° n * e SUrfaCe ° f 3 Sealant P romotes adhesi ° n of dusts and pollutants to 

reduce the commerce! va.ue and durability of the sealant. However, a silicone - modified polyethe polymer 

ss^sss^"** and ,unctions except the prob,em ° f * e ^ ^ ^ -™ 

° stud!^ 0 !?^ 10 , SO ' Ve ! he | aforemen ««»d Problem, the silicone - modified polyether polymer itself has been 
nit t t . JaPaneSe Pat6nt La Vin9-Open Gazette No. 52-73998 (t 977) but such studv has 

of 72rf h 3 SfaCt ° ry Sta9e - WhMe 3 PO " Ution contro1 P*™ may be adapted to p ^eZriTe 
n^uT a M' S : T° Sed m JSPaneSe Pat6nt La ^9-Open Gazettes Nos. 3-50286 (199^1 3 -86782 

, , h3S 3 Pr ° b,em ° f CraCkin9 whicn is caused on the surface due to he passage of time 

TeoorTr ? ° n , the SUrfaCe ° f thS S6alant iS Softened and m °dified by the plastidzer to cause a 
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SUMMARY OF THE INVENTION 



An object of the present invention is to provide a non-pollution sealant, being prepared from a one- 
component sealant compound based on a silicone - modified polyether polymer, which prevents a leaving 
s tack and electrostatic charge, with application of a novel surface reforming method 

The present invention is not directed to design of mix for adjusting and reducing the rate of a plasticizer 
to a polymer for the purpose of reducing a leaving tack. If the rate of a plasticizer to a polymer is reduced 
the modulus of elasticity of the sealant is so increased that it may be impossible to cope with displacement 
in a junct,on of a substrate due to reduction in elongation, leading to breakage of the substrate plane if the 

w substrate is formed by a rather weak material such as a cellular concrete, for example. Further the present 
invention ,s not directed to a general pollution control method of applying a sealant to a joint and then 
coating the surface of the sealant with a pollution control primer. 

The present invention provides a novel one - component silicone - modified polyether sealant which is ' 
characterized in that a barrier film layer is formed on the surface of the sealant by a component (hereinafter 

is referred to as "meta/acrylic component"), having inferior compatibility, with a silicone - modified polymer 
being prepared by dissolving a copolymer of at least two esters selected from methacrylic esters and 
acrylic esters in a solvent, and another component (hereinafter referred to as "amine component") also 
having inferior compatibility with a silicone - modified polyether polymer, being prepared by dissolving solid 
long - chain type primary or secondary saturated monoamine or diamine having a melting point in a range 

20 of 40 to 100 C in a solvent. ' ■ 

In particular, the amine component serves important functions of (1 ) preventing the surface of the cured 
sealant from electrostatic charge, (2) providing an oxidation preventing effect for improving aging resistance 
of the cured sealant, and (3) fixing paint applied to the surface of the sealant by amino groups or imino 
groups. These functions cannot be attained by solid wax such as paraffin wax, for example. 

25 The specific components, i.e., the meta/acrylic component and the amine component, migrate to the 
surface of the sealant at a higher speed than a plasticizer in a step of curing the silicone - modified 
polyether polymer to form a durable barrier film layer, thereby preventing bleeding caused by specificity of 
the silicone -modified polyether polyer and the plasticizer while preventing pollution on the surface of the 
sealant whether the surface is coated or not. 

so The foregoing and other objects, features, aspects and advantages of the present invention will become 
more apparent from the following detailed description of the present invention. 

DETAILED DESCRIPTION OF THE INVENTION 

35 A silicone - modified polyether polymer is defined as an organic polymer having organosiloxane In 
more concrete terms, such a silicone - modified polyether polymer is described in Janapese Patent 
Laying -Open Gazette No. 52-73998 (1977), for example, and the organic polymer described in this 
literature can be employed as a silicone - modified polyether polymer in the present invention. A preferable 
silicone -modified polyether polymer has methyldimethoxysilyl functional groups on ends of a poly - 

40 propylene oxide main chain. 

Monomers forming a copolymer of the meta/acrylic component for forming the barrier film layer are at 
least two esters selected from methacrylic esters and acrylic esters. Examples of the methacrylic esters are 
methyl methacrylate, ethyl methacrylate, propyl methacrylate, butyl methacrylate, phenyl methacrylate 
pentyl methacrylate, ally! methacrylate, hexyl methacrylate, cyclohexyl methacrylate, octyl methacrylate' 
45 lauryl methacrylate, myristyl methacrylate, palmityl methacrylate and stearyl methacrylate. On the other 
hand, examples of acrylic esters are methyl acrylate, ethyl acrylate, propyl acryiate, butyl acrylate phenyl 
acrylate, pentyl acrylate, allyl acrylate, hexyl acrylate, heptyl acrylate, octyl acrylate, nonyl acrylate decyl 
acrylate, undecyl acrylate. dodecyl acrylate, cetyl acrylate, methylpropyl acrylate. cyclohexyl acrylate 2 - 
methyl- 1 -pentyl acrylate, crotyl acrylate, 2- ethylhexyl acrylate, 5 - ethyl - 1 - nonyl acrylate, tetradecyl 
so acrylate, hexadecyl acrylate, myristyl acrylate, palmityl acrylate and stearyl acrylate. 

The copolymer forming the meta/acrylic component is prepared by polymerizing these esters at an 
arbitrary mole ratio, and has dissolubility in a solvent. A particularly preferable copolymer is prepared from 
two or three of propyl acrylate, butyl acrylate and methyl methacrylate. 

The solvent for such a copolymer is preferably prepared from an aromatic solvent having no functional 
55 groups, such as xylene or toluene, for example. 

The amine component of solid long -chain alkylamine forming the barrier film layer can be prepared 
from primary or secondary amines expressed as NH 2 - (CH 2 ) n - CH 3 , NH 2 - (CH 2 ) n - NH 2 , R- NH -(CH 2 ) n - 
CH 3 , R - NH - (CH 2 ) n - NHR' or R - NH - (CH 2 ) n - NH 2 , where R and R' represent the same or different alkyl 
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groups. The primary amines include monoamines such as tridecylamine, ietradecylamine. pentadecylamine, 
cetylamine, laurylamine and stearylamine, for example, and diamines such as 1,8-diaminooctane, 1,9- 
diaminononane, 1 ,10 -diaminodecane, 1,11 - diaminoundecane, 1 ,12 - diaminododecane, 1,13-dia- 
minotridecane, 1,14 -diaminotetradecane, 1,15-diaminopentadecane, 1 ,16 -diaminohexadecane, 1,17- 
5 diaminoheptadecane, 1 ,18- diaminooctadecane, 1,19-diamonononadecane, 1 ,20 -diaminoeicosane, 1,21- 
diaminohenticosane, 1,22-diaminodocosane, 1 ,23 - diaminotricosane and 1 ,24 - diaminotetracosane. The 
secondary amines include monoamines such as dibutylamine, diamylamine, dilaurylamine, distearylamine 
and methyllaurylamine, and diamines such as N,N' - dibutylethylamine, N,N' -dilaurylpropylamine, N.N'- 
distearylbutylamine, N - butyl - N' - laurylethylamine, N - butyl - N' - laurylpropylamine and N-lauryl-N'- 
70 stearylbutylamine. Other applicable amines are N - butyiethylenediamine, N - laurylpropylenediamine and 
N-stearylpropylenediamine. Among these, 1,12 -diaminododecane is particularly preferable. 

A solid long -chain alkylamine having a melting point in a range of 40 to 100 e C is effective for 
pollution control on the surface of the sealant. If the melting point is less than 40 * C, the sealant is 
deteriorated in heat resistance and softened by a high temperature in summertime, in particular. If the 
75 melting point exceeds 100 *C, on the other hand, the barrier film layer formed on the surface of the sealant 
is easy to harden with fragility to deteriorate elasticity, which is a basic characteristic of the sealant. 

The inventive sealant compound is obtained by mixing a silicone - modified polyether polymer, a 
plasticizer and a filler with each other, dehydrating the same, adding and mixing an adhesive additive agent 
to and with the mixture, adding and mixing a metal/acrylic component and an amine component, serving as 
20 barrier film layer forming components, to and with the mixture, and adding and mixing a curing catalyst to 
and with the mixture in a final step. 

The plasticizer can be prepared from a phthalic derivative such as ditridecyl phthalate, di-2- 
ethylhexyl phthalate, dioctyl phthalete, diisodecyl phthalate or butyl benzyl phthalate, process oil based on 
a paraffin group, a naphthene group or an aroma group, or alkylbenzene, for example. 
25 The filler can be prepared from calcium carbonate, carcium magnesium carbonate, aluminum silicate, or 
silicon dioxide, for example. 

The adhesive additive agent can be prepared from olefin functional silane, epoxy functional siiane, 
(meta) acryl functional silane, amino functional silane, mercapto functional silane or special silane. The 
olefin functional silane includes vinyltrimethoxysilane, vinyltriethoxysilane and vinyltris(2 - methoxyethoxy) - 
30 silane, for example. The epoxy functional silane includes 3 - glycydoxypropyltrimethyxosilane, 3- 
glycydoxypropylmethyldimethoxysilane, and 2 -(3, 4 - epoxycyclohexyl) - ethyltrimethoxysilane, for exam- 
ple. The (meta) acryl functional silane includes 3 - methacryloxypropyltrimethoxysilane, and 3- 
methacryloxypropylmethyldimethoxysilane, for example. The amino functional silane includes N-(2- 
aminoethyl) - 3 - aminopropylmethyldimethoxysilane, N - (2 - aminoethyl) - 3 - aminopropyltrimethoxysilane, 
35 3 - aminopropyltriethoxysilane and N - (1 , 3 - dimethylbutylydene) - 3 - (triethoxysilyl) - 1 - propanamine, for 
example. The mercapto functional silane includes 3 - mercaptopropyltrimethoxysilane and 3-mercap- 
topropylmethyldimethoxysilane, for example. The special silane includes a special modified amino silane 
group, an epoxy amino composite silane group, an isocyanate functional silane group and a special 
modified isocyanate group, for axample. 
40 The curing catalyst can be prepared from di - n - butyl tin oxide, di - n - butyl tin dichloride, di - n - octyl 
tin oxide or di-n -octyl tin dichloride, for example. 

The one -component sealant compound which is prepared by blending a plasticizer, a filler and other 
necessary additives to a silicone - modified polyether polymer and further blending barrier film layer 
forming components of a meta/acrylic component and an amine component therewith is nonreactive and 
45 stable when the same is sealed in a container such as a cartridge, since the same is protected against 
moisture. When the compound is filled up in a joint of a building, however, the silicone -modified polyether 
polymer reacts with moisture contained in the air. to start curing. The copolymer of the meta/acrylic 
component and the solid long -chain alkyl - amine of the amine component selected for the present 
invention are inferior in compatibility with the silicone - modified polyether polymer, whereby these compo- 
50 nents migrate to the surface of the sealant at a higher speed than the plasticizer during progress of curing, 
to form a barrier film layer on the surface. 

A barrier film layer having synergistic surface reforming effect by the aforementioned components 
prevents a leaving tack and electrostatic charge. Particularly the presence of the solid long -chain 
alkylamine serves important functions of (1) preventing the surface of the cured sealant from electrostatic 
55 charge, (2) providing an oxidation preventing effect for improving aging resistance of the cured sealant, and 
(3) fixing paint applied onto the surface of the sealant by amino groups or imino groups. 
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DESCRIPTION OF THE PREFERRED EMBODIMENTS 
Example 1 

100 parts by weight of a silicone - modified polyether polymer being provided with methyl dimethox- 
ysilyl functional groups on ends of a polypropylene oxide main chain and having molecular weight of about 
7500 was blended with 50 parts by weight of a plasticizer of dioctyl phthalate, 200 parts by weight of a filler 
of calcium carbonate, adhesive additive agents of 1.0 parts by weight of N - (2 - aminoethyl) - 3 - 
am.nopropylmethyldimethoxysilane and 1.0 parts by weight of N - (2 - aminoethyl)- 3 - aminopropyl- 
tnmethoxysilane, barrier film layer forming components of 1.0 parts by weight of a copolymer containing 
butylester acrylate and methyl ester methacrylate in the mole ratio of 1:1 and 0.5 parts by weight of a solid 
long -chain alkylamine of primary diamine of 1 .1 2 - diamino - dodecane having a melting point of 60 to 70 
•C, and 1.0 parts by weight of a curing catalyst of di-n- butyl tin oxide, to obtain Example 1 of a sealant 
compound. The barrier film layer components were dissolved in solvents, to be thereafter added to the 
75 mixture. This also applies to the following Examples. 

Example 2 



w 



Example 2 of a sealing compound was prepared in a similar manner to Example 1 , except that the 
20 amount of the long - chain alkylamine of 1 , 1 2 - diaminododecane was increased to 1 .0 parts by weight. 

Example 3 

98.5 parts by weight of a silicone - modified polyether polymer being provided with methyl dimethoxy - 
25 silyl functional groups on ends of a polyproylene oxide main chain and having molecular weight of about . 
8000 was belnded with 49.5 parts by weight of a plasticizer of monoalkylbenzene, 200 parts by weight of a 
filler of calcium carbonate, adhesive additive agents of 1.0 parts by weight of N - (2 - aminoethyl) - 3 - 
am.nopropylmethyl-dimethoxysilane, 0.5 parts by weight of N - (2 - aminoethyl) - 3 - amino - propyl - 
tnmenthoxysilane and 0.5 parts by weight of N - (1 ,3 - dimethylbutylidene) - 3 - (triethyoxysilyl) - 1 - pro - 
30 panamine, barrier film layer forming components of 0.5 parts by weight of a copolyment containing 
propylester acrylate, butylester acrylate and methylester methacrylate in the mole ratios of i-vi and 1 0 
parts by weight of a solid long -chain alkylamine of stearyl amine, and 1.0 parts by weight of a curing 
catalyst of di - n - butyl tin oxide, to obtain Example 3 of a sealant compound. 

35 Example 4 

50.75 parts by weight of a silicone - modified polyether polymer being provided with methyldimethox - 
ysilyl functional groups on ends of a polypropylene oxide main chain and having molecular weight of about 
8000 and 50.75 parts by weight of such a silicone - modified polyether polymer having molecular weight of 
about 9000 were belnded with 46.50 parts by weight of a plasticizer of monoalkylbenzene, 200 parts by 
weight of a filler of calcium carbonate, adhesive additive agents of 0.7 parts by weight of N-(2- 
ammoethyO-S-aminopropylmethyldimethoxysilane, 0.7 parts by weight of N - (2 - aminoethyl) - 3 - 
aminopropyltrimethoxysilane and 1.0 parts by weight of N - (1 ,3 - dimethylbutylydene) - 3 - (triethoxysilyl) - 
1 -propan- amine, barrier film layer forming componets of 2.0 parts by weight of a copolymer containing 
butylester acrylate and laurylester methacrylate in the mole ratio of 2:1 and 2.0 parts by weight of a solid 
long -chain alkylamine of 1 ,16 -diaminohexadecane and 1.0 parts by weight of a curing catalyst of di-n- 
butyl tin oxide, to obtain Example 4 of a sealant compound. 

Example 5 

50.75 parts by weight of a silicone - modified polyether polymer being provided with methyldimethox - 
ysilyl functionsl groups on ends of a polypropylene oxide main chain and having molecular weight of about 
8000 and 50.75 parts by weight of such a silicone - modified polyether polymer having molecular weight of 
about 9000 were blended with 46.50 parts by weight of a plasticizer of monoalkyl benzene, 200 parts by 
weight of a filler of calcium carbonate, adhesive additive agents of 1.0 parts by weight of N-(2- 
aminoethyl)- 3 -aminopropyltrimethoxysilane and 1.0 parts by weight of 3 - mercaptopropyltrimethox - 
ysilane, barrier film layer forming components of 2.0 parts by weight of a copolymer containing ethylester 
acrylate and butylester methacrylate in the mole ratio of 1:3 and 2.0 parts by weight of a solid long -chain 
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alkylamine of N,N' - dilaurylpropylamine and 1.0 parts by weight of a curing catalyst of di-n-butyi tin 
oxide, to obtain Example 5 of £ sealant compound. 

Comparative Example A 

Comparative example A was prepared from a conventional sealant compound, which was prepared from 
the same components as Example 1 , except the barrier film forming components. 

Comparative Example B 

Comparative example B was prepared in a similar manner to Example 1, except that the barrier film 
layer forming components according to the present invention were replaced by 1.0 parts by weight of 
paraffin wax having a melting point of 108 ° C. 

Table 1 shows Examples and comparative examples. 
75 A specimen having a surface coated with paint (denoted as "coated" in Table 1) and another specimen 
having an uncoated surface (denoted as "uncoated" in Table 1) were prepared for each Example. An acrylic 
emulsion paint "Please Coat" (trade mark; Product of S K Kaken Co., Ltd.) was applied. to each specimen 
after 24 hours from application of the sealant. 

Each test piece was heated at 50 ° C for seven days and thereafter inclined at about an angle of 70 
20 degree. Then volcanic ash (200 meshes) was homogeneously distributed from above each test piece. 
Thereafter each test piece was brought into a vertical state for observation and evaluation of sticking state 
of the volcanic ash. The results of evaluation are expressed in the following marks: 
(5) . no sticking of volcanic ash 
O slight sticking of volcanic ash 
25 A sticking of volcanic ash 

X remarkable sticking of volcanic ash 

Referring to Table 1, an accelerated weathering test was carried out with a dew cycle weather meter. 
Comparing Examples 1 to 5 with comparative example A, it is understood possible to prevent the 
surface of a sealant or the surface of a paint film when the sealant is coated from pollution by blending the 
barrier film layer forming components according to the present invention with the silicone - modified 
polyether polymer, thereby improving weather resistance. 
When the barrier film layer forming components are replaced by wax as shown in comparative example B, 
the surface of the sealant or that of the paint film cannot be prevented from pollution but such a surface is 
rather easy to pollute. 

35 When about 100 parts by weight of the silicone - modified polyether polymer is blended with the barrier 
film forming components of 0.5 to 2.0 parts by weight of the meta/acryiic component and 1.0 to 2.0 parts by 
weight of the amine component as shown in Table 1, it is possible to implement sufficient pollution 
controllability and weather resistance. When the amine component is reduced to 0.5 parts by weight, both 
of pollution controllability and weather resistance are tend to reduce if the surface of the sealant is not 

40 coated, although no such problem is caused if the surface is coated. Thus, it is recognized that the amine 
component has the functions of preventing the surface of the sealant from charge, providing an oxidation 
preventing effect of improving aging resistance of the cured seaslant, and fixing the paint when the surface 
of the sealant is coated. 

Although the present invention has been described in detail, it is clearly understood that the same is by 
45 way of illustration and example only and is not to be taken by way of limitation, the spirit and scope of the 
present invention being limited only by the terms of the appended claims. 

The features disclosed in the foregoing description, in the claims and/or in the accompanying drawings 
may, both, separately and in any combination thereof, be material for realising the invention in diverse 
forms thereof. 
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Claims 
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A one -component non-pollution sealant compound being based on a silicone - modified polyether 
polymer, characterized by containig a component prepared by dissolving a copolymer of at least two 
esters selected from methacrylic esters and acrylic esters in a solvent, and a component prepared by 
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dissolving a solid long -chain primary or secondary saturated monoamine, or diamine, having a melting 
point in a range of 40 * C to 1 00 ' C in a solvent as components for forming a barrier film layer. 

2. The one -component non-pollution sealant compound in accordance with claim 1, wherein 

5 said silicone -modified polyether polymer is a viscous liquid polymer having methyldimethoxysilyl 

functional groups on ends of a polypropylene oxide main chain. 

3. The one -component non-pollution sealant compound in accordance with claim 1, wherein 

said copolymer of at least two esters selected from methacrylic esters and acrylic esters is a 
70 copolymer prepared by polymerizing arbitray esters selected from methyl methacrylate, ethyl 

methacrylate, propyl methacrylate, butyl methacrylate, phenyl methacrylate, pentyl methacrylate, ally 
methacrylate, hexyl methacrylate, cyclohexyl methacrylate, octyl methacrylate, lauryl methacrylate, 
myristyl methacrylate, palmityl methacrylate, stearyl methacrylate, methyl acrylate, ethyl acrylate, 
propyl acrylate, butyl acrylate, phenyl acrylate, pentyl acrylate, allyl acrylate, hexyl acrylate, heptyl 
75 acrylate, octyl acrylate, nonyl acrylate, decyl acrylate, undecyl acrylate, dodecyl acrylate, cetyl acrylate, 

methylpropyl acrylate, cyclohexyl acrylate, 2 - methyl - 1 - pentyl acrylate, crotyl acrylate, 2 - ethylhexyl 
acrylate, 5 -ethyl - 1 - nonyl acrylate, tetradecyl acrylate, hexadecyi acrylate, myristyl acrylate, palmityl 
acrylate and stearyl acrylate in an arbitrary mole ratio, to have dissolubility in a solvent. 

20 4. The one - component non - pollution sealant compound in accordance with claim 3, wherein 

said copolymer of at least two esters selected from methacrylic esters and acrylic esters is a 
copolymer composed of two or three of ethyl acrylate, propyl acrylate, butyl acrylate, methyl 
methacrylate, butyl methacrylate and lauryl methacrylate. 

25 5. The one - component non - pollution sealant compound in accordance with claim 1 , wherein 

said solid amine is at least one amine selected from those having melting points in a range of 40 
"C to 100 °C and being expressed as NH 2 - (CH 2 ) n - CH 3 , NH 2 - (CH 2 ) n " NH 2 , R - NH - (CH 2 ) n - CH 3 , 
R-NH-(CH 2 ) n -NHR' or R- NH - (CH 2 ) n - NH 2 , where R and R* represent the same or different alkyl 
groups. 

30 

6. The one - component non-pollution sealant compound in accordance with claim 5, wherein 

said solid amine is at least one amine selected from 1 ,12 - diaminododecane, stearyamine, 1,16- 
diaminohexadecane and N,N' - dilaurylpropylamine. 

35 7. The one -component non-pollution sealant compound in accordance with claim 1, further containing a 
plasticizer, a filler, an adhesive additive agent and a curing catalyst. 

8. The one -component non-pollution sealant compound in accordance with claim 7, wherein 

said plasticizer is at least one selected from alkylbenzene, process oil based on paraffin, naphthene 
40 or aroma group, and phthalic derivatives such as ditridecyl phthalate, di -2 -ethylhexyl phthalate, 

dioctyi phthalate, diisodecy! phthalate and butylbenzyl phthalate. 

9. The one -component non-pollution sealant compound in accordance with claim 7, wherein 

said filler is at least one selected from calcium carbonate, calcium magnesium carbonate, 
45 aluminum silicate and silicon dioxide. 

10. The one -component non-pollution sealant compound in accordance with claim 7, wherein 

said adhesive additive agent is at least one selected from olefin functional silane, epoxy functional 
silane, (meta) acryl functional silane, amino functional silane, mercapto functional silane and special 
so silane. 

11. The one -component non-pollution sealant compound in accordance with claim 7, wherein 

said curing catalyst is at least one selected from di-n -butyl tin oxide, di-n -butyl tin dichloride, 
di - n - octyl tin oxide and di-n - octyl tin dichloride. 

12. A one -component one - component non-pollution sealant compound being based on a silicone - 
modified polyether polymer, containing a component prepared by dissolving 0.5 to 2.0 parts by weight 
of a copolymer of at least two ester selected from methacrylic esters and acrylic esters in a solvent 

8 
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and, another component prepared by dissolving 0.5 to 2.0 parts by weight of solid long -chain primary 
or secondary saturated mono- or diamine having a melting point in a range of 40 " C to 100 8 C in a 
solvent with respect to 100 parts by weight of said silicone - modified polyether polymer as compo- 
nents for forming a barrier film layer. M 

5 

13. The one -component non-pollution sealant compound in accordance with claim 12, wherein 

said silicone -modified polyether polymer is provided with methyl dimethoxysilyl functional groups 
on ends of a polypropylene oxide main chain and has molecular weight of about 7500, 100 parts by 
weight of said silicone - modified polyether polymer being blended with: 
w 1.0 parts by weight of a copolymer prepared by mixing butylester acrylate and methylester 

methacrylate in the mole ratio of 1:1 for serving as a barrier film layer forming component, 

1.0 parts by weight of 1 ,12 - diaminododecane as solid long -chain alkyl amine for serving as a 
barrier film layer forming component, 

50 parts by weight of dioctyl phthalate for serving as a plasticizer, 
75 200 P ar ts by weight of calcium carbonate for serving as a filler, 

1.0 parts by weight of N - (2 - aminoethyl) - 3 - aminopropyl - methylmethoxysilane and 10 parts 
by weight of N - (2 - aminoethyl) - 3 - aminopropyltrimethyoxysilane for serving as adhesive additive 
agents, and 

1 .0 parts by weight of di - n - butyl tin oxide for serving as a curing catalyst. 



20 



40 



45 



50 



14. 



The one -component non-pollution sealant compound in accordance with claim 12, wherein 

said silicone -modified polyether polymer is a mixture of those both being provided with methyl 
dimethoxysilyl functional groups on ends of polypropylene oxide main chain and having molecular 
weight of about 8000 and that of about 9000 respectively, 100- parts by weight of said silicone - 
25 modified polymer being blended with: 

2.0 parts by weight of a copolymer prepared by mixing butylester acrylate and laurylester 
methacrylate m the mole ratio of 2:1 for serving as a barrier film layer forming component, 

2.0 parts by weight of 1 ,1 6 - diaminohexadecane as solid long -chain alkyl amine for serving as a 
barrier film layer forming component, 
30 46 P arts by weight of monoalkylbenzene for serving as a plasticizer, 

200 parts by weight of calcium carbonate for serving as a filler, 

0.7 parts by weight of N - (2 - aminoethyl) - 3 - amino - propylmethylmethoxysilane, 0. 7 parts by 
weight of N- (2 -aminoethyl)- 3-aminopropyltrimethoxysilane and 1.0 parts by weight of N - (1 3- 
dtmethylbutylidene)-3-(triethoxysilyl)-1 - propanamine for serving as adhesive additive agents and 
35 1 -° P arts b V weight of di - n - butyl tin oxide for serving as a curing catalyst 
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© Non-pollution sealant compound. 



© Disclosed herein is a one-component sealant 
compound being based on a silicone-modified 
polyether polymer having methyl dimethoxysilyl 
functional groups on ends of a polyproylene oxide 
main chain, which is blended with a plasticizer, a* 
filler, an adhesive additive agent and a curing cata- 
lyst, as well as a meta/acrylic component prepared 
by dissolving a copolymer of two or three of ethyl 
acrylate, propyl acrylate, butyl acrylate, methyl 
methacrylate, butyl methacrylate and lauryl 
methacrylate in a solvent and an amine component 
prepared by dissolving a solid long-chain primary or 
^ secondary saturated monoamine or diamine having a 
^ melting point in a range of 40 to 100* C in a solvent. 
The meta/acrylic component and the amine compo- 
nent migrate to the surface of the sealant in a curing 
process at a higher speed than the plasticizer to 
form a barrier film layer on the surface, thereby 
preventing the same from surface pollution. 



CO 
< 



in 



Q- 
LU 



Rank Xerox (UK) Business Services 

BNSDOCIO: <EP 0541074A3_I_> ,3 - 10/ 3 S/3.3. U 



J) 



European Patent 
Office 



EUROPEAN SEARCH REPORT 



Application Number 

EP 92 11 8910 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Category 



Citation of document with indication, where appropriate, 
of relevant passages 



EP-A-0 339 666 (KANEGAFUCHI CHEMICAL 
COMPANY) 



* claims 1,7 * 

* table 1 * 

* page 9, line 35 

* page 7, line 30 



line 50 * 
line 32 * 



DE-A-2 927 807 (KANEGAFUCHI KAGAKU K0GY0) 

* claims 1,7 * 

* page 6, line 1 * 

* table 2 * 

EP-A-0 108 946 (KANEGAFUCHI KAGAKU K0GY0) 

* Whole document * 

FR-A-1 413 473 (FARBEWERKE HOECHST 
AKT I ENGELLSCHAFT) 

* page 3; table 1 * 
page 2, column 2, paragraph 5 * 



Relevant 
to daim 



1-10,12 



1-10,12 

1-14 
1,5,6 



The present search report has been drawn up for all claims 



THE HAGUE 



CLASSIFICATION OF THE 
APPLICATION (InC Q.5) 



C08L71/02 
C08G65/32 
C08L33/08 
C08L33/10 
C08K5/17 



TECHNICAL FIELDS 
SEARCHED (Int. CI. 5 ) 



D«« of cwyladM »f tai 

07 JULY 1993 



C08L 
C08K 



0' SULLIVAN T.P. 



CATEGORY OF CITED DOCUMENTS 

X : particularly relevant if taken alone 

Y : particularly relevant if combined with another 

document of the same category 
A : technological background 
O : non-written disclosure 
P : intermediate document 



: theory or principle underlying the invention 
: earlier patent document, but published on, or 

after the filing date 
: document cited in the application 
: document dted for other reasons 



A : member of the same patent family, corresponding 



iNSDOCID: <EP 0S41074A3_I_> 



